THE  SOLUTION PRESS.                         l^
the strips of wood and the staves of the tank. On top of the matting are laid again slats of wood i by 3 in., parallel one to the other, about 6 in. apart, their object being to protect the matting from being injured when shovelling the tailings through the man-holes into the trucks below.
The stone foundations are usually 6 ft. 6 in. high above the level of the rails, and are composed of a series of walls closed at their ends, leaving one or two passages underneath for the trucks (Fig. 9).
Each leaching vat has a separate drain pipe, i to 2 in. in diameter, and these pipes are so arranged in the extractor house, as to lead the strong solution to the strong extractor box
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FIG. 10.—SOLUTION PIPES.
and the weak solution to the weak extractor box. In some works there is one main collecting drain pipe for strong solution and one for weak solution, and the connections are shown in Fig. 10. By shutting the valve, A, leading to strong collecting pipe, and opening valve, B, leading to weak collecting pipe,
cottom discharges."
